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This listing of claims will replace all prior versions, and listings of claims in the 
application: - . 

1 .(Currently Amended) A fuel oil middle distillate composition consisting of 

A) a mineral oil having a cloud point of less than -8°C, a boiling range (90-20%) 

■ of 1Ss8lhan-120'C;a-95%-distillation point of less than 350°C-and -a-dlfference 

between CFPP and PP of less than 10°C, and 



consisting of: . 

1 ) one or more copolymers present In an amount of 0.001 to 2% by weight, 
based on the weight of the oil,- wherein the copolymers have melt viscosities of from 
20 to 10,000 mPas at 140°C and wherein the copolymers consist essentially of a) 
and b): 

a) bivalent structural unit (B1) present in an amount of from 85 to 97 mol% 
wherein (B1) is a bivalerrt structural unit of formula(1) 



b) one.ormore of the bivalent structural units (B2) present in an amount pf from 3 
to 1 5 mol% 
• wherein 

(B2) is rjeitherU a bivalent structural unit of formula (2): 
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'■ a flow improver , an oil 




-CHj-CH;- 
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-CHs-CRW- (2) 

In which R 1 is hydrogen or methyl 

R 2 is COOR 3 , OR 8 or OCOR 9 , and R s is ah alkyl radical having at least 4 and 
at most 30 carbon atoms, 



•— -HE-CH— 

0=L. . (2a) 



wherein the copolymers consist of from 0 to 4% by weight of vinyl aceta 
of from 0 to 5% by weight of further comonomers except vinyl acetate? 




s. corrosion Inhibitors, anlioxidan 
paraffin disnersants. vinyl acetate-containin g t erPQlvmers of ethylene , and mixture 
thereof. 



2 (Previously Presented) The fuel oil composition as claimed in claim 1 , wherein R 1 
is hydrogen. 
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| 3.(Currently Amended) The fuel oil composition as claimed In ciaim 1, wherein R 3 

of formula (2) arid formula (2a) in the bivalent structural units (B2) is C 5 -C 24 -alkyl or a 
neoalkyl radical having 7 to 11 carbon atoms. 

j 4.(Currently Amended) the fuel oil composition as claimed in claim 1 , wherein R 5 

■ - of-formula {2) and formula (2a) in the bivalent structural-units <B2) .ls-C e -Ci8-a'M P^- - 
neoalkyl radical having 8, 9. or 10 carbon atoms. 

5.(Previously Presented) The fuel oil composition as claimed in claim 1 , wherein 
the copolymers stated under B) have melt viscosities at 140 °C of from 30 to 5000 

: 6,(Previously Presented) The fuel oil composition as claimed in claim 1 , wherein 

| the copolymers stated under B) have melt viscosities at 1 40 °C of from 50 to 2000 

| 7.(Currently Amended) The fuel oil composition as claimed in claim 1, wherein 

■i the structural units of formula (2) and formula (2a) of (B1) and (B2) stated under (B) 

| are selected from the group consisting of vinyl ethers, alkylacrylates, alkyl 

methacrylates, higher olefins having at least 5 carbon atoms, and mixtures thereof. 
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8. (Prevlously Presented) The fuel oil composition as claimed in claim 7 wherein the 
higher olefins are selected from the group consisting ofhexene, 4-methylpentene, 
octene, dilsobutylene, and mixtures thereof. 

9. (Previously Presented) The fuel oil composition as claimed in claim 1 , wherein 
the mineral oils stated under A) have sulfur contents of less than 500 ppm. 

10. (Prevlously Presented) The fuel oil composition as claimed in claim 1, wherein 
the mineral oils stated under A) have sulfur contents of less than 300 ppm. 

11 .(Previously Presented) The fuel oil composition as claimed jn claim 1 , wherein 
the mineral oils stated under A) have sulfur contents of less than 100 ppm. 

12. {Previously Presented) The fuel oil composition as claimed in claim 1, wherein 
the mineral oil has a cloud point of below -1 5"C. 

1 3. {Previously Presented) The fuel oil composition as claimed in claim 1 . wherein 
. the mineral oil has a boiling range (90-20%) of less than 1 00°C. ... 

1 4. (Previdusly Presented) The fuel Oil composition as claimed In claim 1 , wherein 
the mineral oil has a boiling range (90-20%) of less than 80°C. 

15. (Canceled) . 
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16. (Previously Presented) The fuel oil composition as claimed in claim 1 , wherein 
the composition comprises from 85 to 96 mol% of comonomers (B1 ) and from 3 to 
15 mal% of comonomers (B2). 

17. (Prevlou3ly Presented) The fuel oil composition as claimed In claim 1 , wherein 

• - the composition comprises from i 904o-96-mor/o=of-comonomers.(B.l) and ..from.4.to. . 

10 mol% of comonomers (B2). . 

18.(Deleted) 



I 
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